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nearly with the results of Mr. Edmund Bavy aboveinentioned,
8. PJwspJiuret of platina*
M. Pelletier succeeded in combining pla-tina with phosphorus by the same methods as with gold. By projecting phosphorus on grains of platina heated to a strong red^ the latter acquired an increase of weight of 18 on the hundred; but this was probably an excess, as some vitreous phosphoric acid was found mixed with the mass.
In the.Philos. Magazine, VOJL. 40? Mr. E. Davy   has  related  some experiments made with a view to combine platina and phosphorus; he effected it by heating  platina and phosphorus together in  an exhausted tube-the union commenced below a red heat and was attended  with vivid ignition and flame. The compound was of a blueish grey colour and consisted of 82| platina and 17| phosphorus according to his estimate.    Also by heating the ammonia-muriate of platina with % of its weight of phosphorus in a retort over mercury, muriatic gas was liberated9 and muriate of ammonia and phosphorus were sublimed 9 but there remained ai dull red heat an